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TO ALL WHOM IT MAY CONCERN: 

Be it known that we, SHRIRAM BAGRODL\, a citizen of the United 
States of America, residing at 2649 Suffolk Street, Kingsport, Tennessee 37660- 
5803, U.S.A.; LOUIS THOMAS GERMINARIO, a citizen of the United States of 
America, residing at 2012 Buckingham Ct., Kingsport, Tennessee 37660-5845, 
U.S.A.; JOHN WALKER GILMER, a citizen of the United States of America, 
residing at 2624 Wildwood Drive, Kingsport, Tennessee 37660-4754, U.S.A.; TIE 
LAN, a citizen of the People's Repubhc of China, residing at 760 Waterford Court, 
Lake Zurich, Illinois 60047, U.S.A.; and VASILIKI PSIHOGIOS, a citizen of the 
United States of America, residing at 321 N. Smith Street, Apt. 1, Palatine, Illinois 
60067, U.S.A., have invented new and useful improvements in 

A POLYMER NANOCOMPOSITE COMPRISING A MATRIX POLYMER 
AND A LAYERED CLAY MATERIAL HAVING A LOW QUARTZ 
CONTENT 



for which the following is a specification. 
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A POLYMER NANOCOMPOSITE COMPRISING A MATRIX 
POLYMER AND A LAYERED CLAY MATERIAL HAVING A LOW 
QUARTZ CONTENT 

5 Field of the Invention 

The present invention relates generally to polymer-clay nanocomposites 
comprising a matrix polymer and a layered clay material. The polymer-clay 
nanocomposites comprising the layered clay material may be processed under 
1 0 normal conditions while achieving low haze and improved oxygen barrier 

properties. This invention further relates to articles produced jfrom the polymer- 
clay nanocomposites and processes relating to the nanocomposites. 

Background of the Invention 

15 

Thermoplastic materials are being increasingly used in the packaging of 
beverages and perishable foods. Plastics are often the material of choice for 
food and beverage packaging because of their clarity, flexibility, toughness, 
high gas barrier, Hghter weight, processabihty and high gloss. 

20 

Polymer composites comprising a layered clay material having platelet 
particles have potential for improved properties, including increased gas barrier, 
heat deflection temperature, and modulus. However, it has been foimd that 
films and articles made from polymer-clay nanocomposites often exhibit 

25 increased haze. The origin of this haze is not definitive, but platelet-particle 

agglomerates, impurities in the clay, crystaUine haze, surface inhomogeniety all 
may contribute to increased haze. The impurities associated with 
montmorillonite clay, such as quartz, can not be modified to be compatible with 
the nylon resin molecules. Upon blow molding of the nanocomposite materials 

30 in the container fabricating process, voids will be generated around the 
inorganic particles. The voids may contribute to the haze. Furthermore, 
processes that include a high degree of orientation, or stretching of a material, 
often lead to the presence of voids and increased haze. For applications where 
clarity is important, such as beverage packaging, including beer packaging, 
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films, etc., presence of voids and haze hinders aesthetic appeal and also may 
significantly affect physical properties of interest, such as gas barrier. 

The presence of voids and haze in structures, particularly oriented 
5 structures containing polymer-clay composites make such structures less 
applicable for aesthetic and functional reasons. It is desirable, therefore, to 
significantly reduce the haze/voids of articles made from polymer-clay platelet 
particle nanocomposites. 

1 0 Thus, there remains a need for polymer-clay nanocomposites that result 

in reduced haze and voids in articles made fi-om such nanocomposites. There is 
also a need for articles and structures, particularly oriented monolayer and/or 
multilayer structures, comprising the nanocomposite material. 

15 Summary of the Invention 

The present invention is generally related to polymer-clay 
nanocomposites. The nanocomposites of this invention result in an acceptable 
and reduced level of haze and voids, and improved physical properties afforded 
20 by the incorporation therein of a layered clay material comprising platelet 
particles. The reduced level of haze and voids are achieved by reducing the 
quartz content in the layered clay material. 

As embodied and broadly described herein, this invention, in one 
25 embodiment, relates to a polymer-clay nanocomposite comprising a melt 

processible matrix polymer and a layered clay material having less than about 
2.0 % by weight of quartz, based on the weight of the clay material. 

In another embodiment, the present invention relates to a multi-layer 
30 article having low haze comprising: (a) at least two structural polymer layers 
preferably comprising poly(ethylene terephthalate) (PET), or a copolymer 
thereof; and (b) at least one barrier layer disposed between the at least two 
structural layers comprising a melt processible matrix polyamide and 
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incorporated therein a layered clay material having less than about 2.0 % by 
weight of quartz, based on the weight of the clay material. 

In yet another embodiment, the present invention relates to a process for 
5 preparing a polymer-clay nanocomposite comprising the steps of: (i) forming a 
concentrate comprising an oligomeric resin and a layered clay material having 
less than about 2.0 % by weight of quartz, based on the weight of the clay 
material; and (ii) melt mixing the concentrate with a melt processible matrix 
polymer to form a polymer-clay nanocomposite. 

10 

In yet another embodiment, the present invention relates to a process for 
reducing haze in an article having a nanocomposite material comprising: (i) 
prepming a polymer-clay nanocomposite comprising the step of melt mixing a 
melt processible matrix polymer and a layered clay material having less than 
1 5 about 2.0 % by weight of quartz, based on the weight of the clay material, to 
form a polymer-clay nanocomposite; and (ii) molding an article from the 
nanocomposite material, wherein the article has a haze which is at least about 4 
percent lower than that of an article formed from a nanocomposite having 
unpurified clay therein, 

20 

Additional advantages of the invention will be set forth in part in the 
detailed description, including the figures, which follows, and in part will be 
obvious from the description, or may be learned by practice of the invention. 
The advantages of the invention will be realized and attained by means of the 
25 elements and combinations particularly pointed out in the appended claims. It 
is to be understood that both the foregoing general description and the following 
detailed description are exemplary and explanatory of preferred embodiments of 
the invention, and are not restrictive of the invention, as claimed. 

30 Brief Description of the Drawings 

Figure 1 is flow chart illustrating one embodiment of the steps of a 
known process for clay purification and cation exchange. 
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Figure 2 is an optical photograph at lOOX magnification of an article 
wall layer produced from the nanocomposite of Example 3. 

5 Figure 3 is an optical photograph at lOOX magnification of an article 

wall layer produced fi-om the nanocomposite of the Comparative Example 3. 

Figure 4A is an optical photograph at 400X magnification of a trilayer 
film before biaxially stretching having a middle layer produced fi'om the 
1 0 nanocomposite of the Comparative Example 3 . 

Figure 4B is an optical photograph at 400X magnification of a trilayer 
film before biaxially stretching having a middle layer produced firom the 
nanocomposite of the Comparative Example 3. 

15 

Figure 5A is an optical photograph at 400X magnification (at the 
location of Fig. 4A) of the trilayer film after biaxially stretching. 

Figure 5B is an optical photograph at 400X magnification (at the 
20 location of Fig. 4B) of the trilayer film after biaxially stretching. 

Detailed Description of the Invention 

The present invention may be understood more readily by reference to 
25 the following detailed description of the invention and the examples provided 
therein. It is to be understood that this invention is not limited to the specific 
components, articles, processes and/or conditions described, as these may, of 
course, vary. It is also to be understood that the terminology used herein is for 
the purpose of describing particular embodiments only and is not intended to be 
30 limiting. 

It must also be noted that, as used in the specification and the appended 
claims, the singular forms "a," "an" and "the" include plural referents unless the 
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context clearly dictates otherwise. For example, reference to an "article," 
"container" or "bottle" prepared from the nanocomposites and processes of this 
invention is intended to include a plurality of articles, containers or bottles. 



5 Ranges may be expressed herein as from "about" or "approximately" 

one particular value and/or to "about" or "approximately" another particular 
value. When such a range is expressed, another embodiment includes from the 
one particular value and/or to the other particular value. Similarly, when values 
are expressed as approximations, by use of the antecedent "about," it will be 
1 0 understood that the particular value forms another embodiment. 

Whenever used in this specification, the terms set forth shall have the 
following meanings: 

1 5 "Layered clay material," "layered clay," "layered material," "clay 

material" or "clay" shall mean any organic or inorganic material or mixtures 
thereof, such as a smectite clay mineral, which is in the form of a plurality of 
adjacent, bound layers. The layered clay comprises platelet particles and is 
typically swellable. 

20 

"Platelets," "platelet particles" or "particles" shall mean individual or 
aggregate unbound layers of the layered clay material. These layers may be in 
the form of individual platelet particles, ordered or disordered small aggregates 
of platelet particles (tactoids), and/or small aggregates of tactoids. 

25 

"Dispersion" or "dispersed" is a general term that refers to a variety of 
levels or degrees of separation of the platelet particles. The higher levels of 
dispersion include, but are not limited to "intercalated" and "exfoliated." 



30 "Intercalated" or "intercalate" shall mean a layered clay material that 

includes treated or organically modified layered clay material having an 
increase in the interlayer spacing between adjacent platelets particles and/or 
tactoids. The intercalate may also refer to an "organoclay." 
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"Exfoliate" or "exfoliated" shall mean platelets dispersed mostly in an 
individual state throughout a carrier material, such as a matrix polymer. 
Typically, "exfohated" is used to denote the highest degree of separation of 
5 platelet particles. 

"Exfoliation" shall mean a process for forming an exfohate from an 
intercalated or otherwise less dispersed state of separation. 

1 0 "Nanocomposite" shall mean a polymer and/or copolymer having 

dispersed therein a plurality of individual platelets obtained from a layered clay 
material. 

"Matrix polymer" shall mean a thermoplastic or thermosetting polymer 
15 in which the clay material is dispersed to form a nanocomposite. 

The present invention relates to polymer-clay composites that have 
improved physical properties afforded by the incorporation of clay platelet 
particles and produce acceptable reduced haze levels for desired applications. 

20 

As described above, clay platelet particles in a polymer nanocomposite 
may induce crystalhzation, haze and void formation. Without being bound by 
any particular theory, it is believed that the polymer-clay nanocomposite on 
processing, such as stretching or orientation of the films, leads to very high 

25 levels of haze due to voids and/or from crystallization of the matrix polymer 
around the dispersed clay particles which renders the polymer nanocomposites 
less desirable for food packaging applications, for example. This stretch blow 
molding phenomena can even lead to void and hole formation in the polymer 
films, which minimizes the usefulness of these compositions in barrier 

30 appHcations. 

In one embodiment, we have discovered that using a naturally pure clay 
and/or a clay purified through a purification process, whereby several impurities 



7 ATTORNEY DOCKET NO. 05015.0302 

PATENT 

including quartz that cause haze and voids are selectively removed from clay, 
results in novel polymer-clay composite compositions that result in reduced 
haze and voids (as seen by optical microscopy), as compared to previous 
polymer-clay platelet particle composites. 

The polymer-clay nanocomposite of the present invention having therein 
the purified or clean low quartz clay has improved barrier to gas when formed 
into a wall or article compared to a neat polymer formed into the same or 
similar structure. In addition, these nanocomposites have been found to show 
xmexpected resistance to haze formation, crystallization, void formation and 
other defect formation in the presence of dispersed and/or exfoliated pure and/or 
purified clays when undergoing orientation and/or other film or article 
processing steps. 

For comparison, a typical clay purification process is shown in Figure 1 . 
In step 1, bentonite clay is mined from selected sites (reservoir). In step 2, 
bentonite clay is refined to produce montmorillonite-type clay. In step 3, the 
cation-exchange process takes place whereby the sodium ion associated with the 
montmorillonite is exchanged with an appropriate cation. This step requires 
exchange reaction time, washing, drying, and possibly grinding. The resulting 
organoclays produced according to prior processes have been used to produce 
polymer-platelet compositions in many applications. 

The quartz content of a clay material can be quantified by comparing the 
diffraction peak intensity of the quartz powder X-ray diffraction patterns. The 
intensity of the diffraction peak has a linear relationship with the quartz content. 
A calibration curve can be generated with a series known quartz content 
samples. The calibration peak can be used is at 3.35 A. In general, the linear 
regression of the calibration curves is in the range of 0.90 to 0.999. The 
calibration curve can also be generated with the ratios of the quartz peak (3.35 
A) to the intrinsic clay (e.g., montmorillonite) diffraction peak at (1.50 A, d060) 
and the known quartz content in the standard samples. The later calibration 
curve can eliminate the possible X-ray sample preparation errors. 
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Low quartz clay (e.g., montmorillonite) can be obtained from mining 
selections, as well as clay piirification processes. In general, for a given clay 
deposit, modified processing conditions, such as higher centrifugation speed, 
5 lower slurry solid content can generate lower quartz clay. The quartz 
morphology and content remains essentially unchanged in the onium ion 
modification process. 

An improved clay purification process usefiil in the present invention 
1 0 results in clay platelet particles having a low quartz content. The cleaned or 

purified clay is used in forming the polymer-clay nanocomposite. According to 
one embodiment of this invention, bentonite, montmorillonite and other clays 
can be purified through a series purification process having individual steps, as 
detailed in U.S. Patent No. 6,050,509, issued April 18, 2000, the entirety of 
1 5 which is hereby incorporated by reference. The individual steps can be used 
once or repeated. 

In summary, according to one embodiment of the 6,050,509 patent, 
montmorillonite clay, for example, is dispersed in water at about 6-10 wt% 

20 concentration to form a clay slurry. The clay slurry is passed through a series of 
hydrocyclones to remove larger particles (impurities) while retaining clay 
particles having a size of about 100 microns, or less. The clay may be 
exchanged to 95% Na-form in an ion exchange column and centrifuged. The 
final purified montmorillonite clay should have particle size less than 10 

25 micron. By varying the slurry concentration, flow rate through the 

hydrocyclone, and speed of the centrifiige, low quartz clays have been achieved. 

Quartz content can be determined by powder X-ray diffraction method 
based on the relative intensity of quartz diffraction peak at 3.34A. Lower quartz 
30 montmorillonite has been defined for a clay with less than about 2.0 wt%, 

preferably less than about 1.5 wt% quartz, more preferably less than 1.0 wt% 
quartz, based on the weight of the clay material. 
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In addition to the removal of various impurities present in the clay by 
the cleaning or purifying process described in U.S. Patent No. 6,050,509, 
according to the present invention, further impurities are selectively removed 
from the clay material by incorporating a cryogenic magnetic separation step in 
5 refining the layered clay thereby producing a super-clean clay material. For 
example, the cryogenic magnetic separation step is a common way to remove 
iron oxides, such as hematite. The paramagnetic species will move to the 
magnet surface and leave the clay system. This step may be used from the 
beginning, but it is more effective to use at the end of a purification process. 
1 0 Moreover, the cryogenic magnetic separation step can, at the least, remove 
quartz particles (Si02) present in the unrefined clay. 

Quartz particles have been identified as a cause of voids in oriented 
films containing polymer-clay nanocomposites where the step of cryogenic 
1 5 magnetic separation is not used to refine the clay material. However, low 
quartz clay particles may also be achieved without a cryogenic magnetic 
separation step. 

Although this invention is generally directed to pure or purified clays, 
20 preferably, a clay processed according to the present invention and/or used in 
the present invention has less than about 2.0 % by weight, preferably less than 
about 1 .5 % by weight, more preferably less than about 1 ,0 % by weight, even 
more preferably less than about 0.7 % by weight and most preferably less than 
about 0.5 % by weight of quartz particles, based on the weight of the pure or 
25 purified clay material. 

Some iron oxides are also presented in the initial ores and they may 
adhere to the sides of montmorillonite clay. Strong magnet fields can be used to 
separate these iron oxide particles and the iron oxide particles adhered to the 
30 montmorillonite clays. The more preferred magnet used in this type of process 
is a cryogenic superconductor magnet. 
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The magnet may be a permanent magnet, an electric-induced magnet, or 
the hke. The power levels of the magnet determine the efficiency of the 
separation process. The resulting purified montmorillonite clays can be dried 
and milled. 

5 

In a particular embodiment, regular clay (e.g., montmorillonite clay) is 
dispersed into de-ionized water at about 4 wt%. The slurry is sent through a 
magnetic field range from about 0.8 to about 3 Tesla, at a constant speed, e.g., 
about 10 gal/min. The magnet field can be generated from permanent magnet 
10 or cryogenic magnet. The magnetically purified montmorillonite clay has about 
100 wt% of its original ion oxides removed, such as hematite as evidenced from 
XRD and XRF analysis results. 



Thereafter, an organic cation is used to exchange the cations of the clay, 
1 5 For example, about 115% octadecyl ammonium chloride, based on the cation 
exchange capacity of the montmorillonite clay, may be used to modify the clay 
surface. The exchange reaction time is about 4 hrs, compared with 
approximately 1-2 hrs, regular reaction time to ensure complete exchange. The 
exchanged organoclay is de-watered through filtration. The filter cake is about 
20 20 wt% solid. The filter cake is washed with hot de-ionized water twice. The 
filter cake is broken into small chunks less than about 0.5 cm, and dried in 
vented air for two days. The final organoclay is dried in a 50°C oven for about 
4 hr. before fine grinding to reduce particle size. For general organo- 
montmorillonite clay production, the drying temperature is about 90 to about 
25 1 20°C overnight before milling. 



The resulting purified and organically-modified organo-montmorillonite 
clay (S-ODA-PGW) has a much brighter color than the regular clay materials 
(PGW-ODA), as the color parameters shows in the following Table 1. 
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Table 1 



Sample 


Brightness 


L* 


A* 


b* 


S-ODA-PGW 


86 


96.83 


0.50 


4.55 


PGW-ODA 


68 


90.45 


2.61 


7.34 



Furthermore, we have discovered that the cation-exchange process may 
5 be improved by providing the longer reaction times to allow complete exchange 
of the cations, to remove sodium chloride and other impurities present. 
Moreover, the gentle, low temperature drying conditions, and reduced particle 
size lead to a further improved organoclay. 



1 0 This invention also relates to improved montmorillonite clay having a 

low quartz content and an organoclay that displays improved clarity and 
physical properties and a process for producing the improved organoclay. 
Another embodiment of the present invention relates to a polymer-platelet 
nanocomposite containing an organoclay of the present invention that displays 

1 5 low haze/voids upon orienting and/or stretching. 



In one aspect, this invention relates to a low quartz polyamide-clay 
nanocomposite material comprising a polyamide having dispersed therein 
platelet particles derived from various clay materials that are pure and/or are 

20 purified, and may be untreated or metal intercalated, organically modified 
through cation exchange, or intercalated with other high molecular weight 
pretreatment compoimds. Any polyamide may be used in the process of this 
invention. The polyamide nanocomposite is preferably a poly(m-xylylene 
adipamide) polymer or copolymer nanocomposite having an LV. of at least 

25 about 0.3 dL/g, preferably at least about 0.7 dL/g. 



In another aspect, this invention relates to a low quartz polyester-clay 
nanocomposite material comprising a polyester having dispersed therein platelet 
particles derived from various clay materials that are pure and/or purified, and 
30 may be untreated, metal intercalated, organically modified through cation 
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exchange, or intercalated with other high molecular weight pretreatment 
compounds. The polyester nanocomposite is preferably a polyethylene 
terephthalate polymer or copolymer nanocomposite having an I.V. of at least 
about 0.3 dL/g, preferably at least about 0.5 dL/g. 

5 

The polymer-clay nanocomposite of this invention comprises a polymer 
and up to about 25 weight percent of swellable layered clay material, which is 
pure and/or purified according to a process of this invention and may in turn be 
intercalated (organically modified) with an organic cation, preferably an onium 
1 0 ion. The pure and/or purified clay material has a low quartz content and 
comprises platelet particles, which are dispersed in the matrix polymer. 



If desired, other clay treatments may be present during or prior to the 
formation of the composite by melt mixing for the purposes of aiding 
1 5 exfoliation of the treated or untreated swellable layered particles into the 
polymer. 



Formation of a polymer-clay nanocomposite may be achieved by several 
different methods. For polyamides, formation of a polyamide-clay 
20 nanocomposite includes, but is not limited to, reactive chain extension of an 

oligomeric polyamide-platelet particle composite, and melt compounding of an 
oligomeric polyamide composite with a high molecular weight, melt processible 
polyamide. The monomer unit of the melt processible polyamide may be the 
same as or different than the oligomeric polyamide. 

25 

Processes for forming polyester-clay nanocompo sites include, but are 
not limited to solid state polymerization, melt compounding with melt 
processible polyester, and/or their combinations. In one embodiment of this 
invention, the I.V. of an oligomeric polyester-clay composite is increased by 
30 solid state polymerization. In another embodiment of this invention, an 

oligomeric polyester-clay composite is compounded with a melt processible 
polyester and used as is, or is increased in I.V. by solid state polymerization. 
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The monomer unit of the melt processible polyester may be the same as or 
different than the oligomeric polyester. 

Polymers 

5 

Any melt-processible polymer or oligomer may be used in this 
invention. Illustrative of melt-processible polymers are polyesters, 
polyetheresters, polyamides, polyesteramides, polyurethanes, polyimides, 
polyetherimides, polyureas, polyamideimides, polyphenyleneoxides, phenoxy 
1 0 resins, epoxy resins, polyolefins, polyacrylates, polystyrenes, polyethylene-co- 
vinyl alcohols (EVOH), and the like or their combinations and blends. 
Although the preferred polymers are linear or nearly linear, polymers with other 
architectures, including branched, star, cross-linked and dendritic structures 
may be used if desired. 

15 

The preferred polymers include those materials that are suitable for use 
in the formation of monolayer and/or multilayer structures with polyesters and 
can be oriented, and include polyesters, polyamides, polyethylene-co-vinyl 
alcohols (such as EVOH), and similar or related polymers and/or copolymers. 
20 The preferred polyester is poly(ethylene terephthalate) (PET), or a copolymer 
thereof. The preferred polyamide is poly(m-xylylene adipamide) or a 
copolymer thereof. 

Suitable polyesters include at least one dibasic acid and at least one 
25 glycol. A polyester of this invention may comprises the polycondensation 

polymerization reaction product (or residue) of the glycol component and the 
dicarboxylic acid component. "Residue," when used in reference to the 
components of the polyester of this invention, refers to the moiety that is the 
resulting product of the chemical species in a particular reaction scheme, or 
30 subsequent formulation or chemical product, regardless of whether the moiety is 
actually obtained from the chemical species. 
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The primary dibasic acids are terephthalic, isophthalic, 
naphthalenedicarboxylic, 1,4-cyclohexanedicarboxylic acid and the hke. The 
various isomers of naphthalenedicarboxyhc acid or mixtures of isomers may be 
used, but the 1,4-, 1,5, 2,6-, and 2,7-isomers are preferred. The 1,4- 
5 cyclohexanedicarboxyHc acid may be in the form of cis, trans, or cis/trans 

mixtures. In addition to the acid forms, the lower alkyl esters or acid chlorides 
may be also be used. 

A polyester of this invention may be prepared from one or more of the 
1 0 following dicarboxylic acids and one or more of the following glycols. 

The dicarboxylic acid component of the polyester may optionally be 
modified with up to about 50 mole percent of one or more different dicarboxylic 
acids. Such additional dicarboxylic acids include dicarboxylic acids having 

1 5 from 6 to about 40 carbon atoms, and more preferably dicarboxylic acids 
selected from aromatic dicarboxylic acids preferably having 8 to 14 carbon 
atoms, aliphatic dicarboxylic acids preferably having 4 to 12 carbon atoms, or 
cycloaliphatic dicarboxylic acids preferably having 8 to 12 carbon atoms. 
Examples of suitable dicarboxylic acids include phthalic acid, isophthalic acid, 

20 terephthahc acid, naphthalene-2,6-dicarboxylic acid, cyclohexanedicarboxyHc 
acid, cyclohexanediacetic acid, diphenyl-4,4'-dicarboxylic acid, 
phenylenedi(oxyacetic acid), succinic acid, glutaric acid, adipic acid, azelaic 
acid, sebacic acid, and the like. Polyesters may also be prepared from one or 
more of the above dicarboxylic acids. 

25 

Typical glycols used in the polyester include those containing from two 
to about ten carbon atoms. Preferred glycols include ethylene glycol, 
propanediol, 1,4-butanediol, 1,6-hexanediol, 1 ,4-cyclohexanedimethanol, 
diethylene glycol and the like. The glycol component may optionally be 
30 modified with up to about 50 mole percent, preferably up to about 25 mole 
percent, and more preferably up to about 15 mole percent of one or more 
different diols. Such additional diols include cycloaliphatic diols preferably 
having 6 to 20 carbon atoms or aliphatic diols preferably having 3 to 20 carbon 
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atoms. Examples of such diols include: diethylene glycol, triethylene glycol, 
1,4-cyclohexaiiedimethanol, propane- 1, 3 -diol, butane- 1,4-diol, pentane-1,5- 
diol, hexane-l,6-diol, 3-methylpentanediol-(2,4), 2-methylpentanediol-(l,4), 
2,2,4-trimethylpentane-diol-(l ,3), 2-ethylhexanediol-(l ,3), 2,2-diethylpropane- 
5 diol-(l,3), hexanediol-(l,3), l,4-di-(2-hydroxyethoxy)-benzene, 2,2b-is-(4- 
hydroxycyclohexyl)-propane, 2,4-dihydroxy- 1 , 1 ,3 ,3 -tetramethyl-cyclobutane, 
2,2-bis-(3-hydroxyethoxyphenyl)-propane, 2,2-bis-(4-hydroxypropoxyphenyl)- 
propane and the like. Polyesters may also be prepared from one or more of the 
above diols. 

10 

Small amounts of multifunctional polyols such as trimethylolpropane, 
pentaerythritol, glycerol and the like may be used, if desired. When using 1,4- 
cyclohexanedimethanol, it may be the cis, trans or cis/trans mixtures. When 
using phenylenedi(oxyacetic acid), it may be used as 1,2; 1,3; 1,4 isomers, or 
1 5 mixtures thereof. 

The polymer may also contain small amounts of trifunctional or 
tetrafunctional comonomers to provide controlled branching in the polymers. 
Such comonomers include trimellitic anhydride, trimethylolpropane, 
20 pyromellitic dianhydride, pentaerj^hritol, trimeUitic acid, trimellitic acid, 

pyromellitic acid and other polyester forming polyacids or polyols generally 
known in the art. 

The polyesters of the present invention exhibit an I.V. of about 0.25 to 
25 about 1.5 dL/g, preferably about 0,4 to about 1.2 dL/g, and more preferably of 
about 0.7 to about 0.9 dL/g. The I.V. is measured at 25°C in a 60/40 by weight 
mixture in phenol/tetrachloroethane at a concentration of 0.5 grams per 100 ml. 
Polyesters having an I.V. within the ranges specified above are of sufficiently 
high molecular weight to be used in the formation of the articles of the present 
30 invention. 

Suitable polyamides include partially aromatic polyamides, aliphatic 
polyamides, wholly aromatic polyamides and/or mixtures thereof. By "partially 
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aromatic polyamide," it is meant that the amide linkage of the partially aromatic 
polyamide contains at least one aromatic ring and a nonaromatic species. 
Suitable polyamides have an article forming molecular weight and preferably an 
LV. of greater than 0,4. 

5 

Preferred wholly aromatic polyamides comprise in the molecule chain at 
least 70 mole% of structural units derived from /w-xylylene diamine or a 
xylylene diamine mixture comprising m-xylylene diamine and up to 30% ofp- 
xylylene diamine and an aliphatic dicarboxylic acid having 6 to 10 carbon 
1 0 atoms, which are further described in Japanese Patent Pubhcations No. 1 1 56/75, 
No. 5751/75, No. 5735/75 and No. 10196/75 and Japanese Patent Application 
Laid-Open Specification No. 29697/75, 

Polyamides formed from isophthalic acid, terephthalic acid, 
1 5 cyclohexanedicarboxylic acid, meta- or j!?ara-xylylene diamine, 1,3- or 1,4- 
cyclohexane(bis)methylamine, aliphatic diacids with 6 to 12 carbon atoms, 
aliphatic amino acids or lactams with 6 to 12 carbon atoms, aliphatic diamines 
with 4 to 12 carbon atoms, and other generally known polyamide forming 
diacids and diamines can be used. The low molecular weight polyamides may 
20 also contain small amounts of trifunctional or tetrafunctional comonomers such 
as trimellitic anhydride, pyromellitic dianhydride, or other polyamide forming 
polyacids and polyamines known in the art. 

Preferred partially aromatic polyamides include, but are not limited to 
25 poly(m-xylylene adipamide), poly(w-xylylene adipamide-co-isophthalamide), 
poly(hexamethylene isophthalamide), poly(hexamethylene isophthalamide-co- 
terephthalamide), poly(hexamethylene adipamide-co-isophthalamide), 
poly(hexamethylene adipamide-co-terephthalamide), poly(hexamethylene 
isophthalamide-co-terephthalamide) and the like or mixtures thereof. More 
30 preferred partially aromatic polyamides include, but are not limited to poly(m- 
xylylene adipamide), poly(hexamethylene isophthalamide-co-terephthalamide), 
poly(/n-xylylene adipamide-co-isophthalamide), and/or mixtures thereof. The 
most preferred partially aromatic polyamide is poly(w-xylylene adipamide). 
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Preferred aliphatic polyamides include, but are not limited to 
poly(hexamethylene adipamide) and poly(caprolactam). The most preferred 
aliphatic polyamide is poly(hexamethylene adipamide). Partially aromatic 
5 polyamides are preferred over the aliphatic polyamides where good thermal 
properties are crucial. 



Preferred aliphatic polyamides include, but are not limited to 
polycapramide (nylon 6), poly-aminoheptanoic acid (nylon 7), poly- 

1 0 aminonanoic acid (nylon 9), polyundecane-amide (nylon 1 1), poly aury lactam 
(nylon 12), poly(ethylene-adipamide) (nylon 2,6), poly(tetramethylene- 
adipamide) (nylon 4,6), poly(hexamethylene-adipamide) (nylon 6,6), 
poly(hexamethylene-sebacamide) (nylon 6,10), poly(hexamethylene- 
dodecamide) (nylon 6,12), poly(octamethylene-adipamide) (nylon 8,6), 

1 5 poly(decamethylene-adipamide) (nylon 10,6), poly(dodecamethylene- 

adipamide) (nylon 12,6) and poly(dodecamethylene-sebacamide) (nylon 12,8). 



The most preferred polyamides include poly(m-xylylene adipamide), 
polycapramide (nylon 6) and poly(hexamethylene-adipamide) (nylon 6,6). 
20 Poly(m-xylylene adipamide) is a preferred polyamide due to its availability, 
high barrier, and processability. 

The polyamides are generally prepared by processes which are well 
known in the art. 

25 

A polyamide of the present invention may comprise the 
polycondensation polymerization reaction product (or residue) of a diamine 
component and a dicarboxylic acid component, and/or those prepared by ring 
opening polymerization of lactams. "Residue," when used in reference to the 
30 components of the polyamide of this invention, refers to the moiety that is the 
resulting product of the chemical species in a particular reaction scheme, or 
subsequent formulation or chemical product, regardless of whether the moiety is 
actually obtained ifrom the chemical species. 
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The polyamides of the present invention exhibit an L V. of about 0.25 to 
about 1.5 dL/g, preferably about 0.4 to about 1.2 dL/g, and more preferably of 
about 0.7 to about 1 .0 dL/g. The LV. is measured at 25°C in a 60/40 by weight 
5 mixture in phenol/tetrachloroethane at a concentration of 0.5 grams per 1 00 ml. 
Polyamides having an LV. within the ranges specified above are of sufficiently 
high molecular weight to be used in the formation of the articles of the present 
invention. 

1 0 Although not necessarily preferred, the oligomers and/or polymers of the 

present invention may also include suitable additives normally used in 
polymers. Such additives may be employed in conventional amounts and may 
be added directly to the reaction forming the oligomer or to the matrix polymer. 
Illustrative of such additives known in the art include, but are not limited to 

1 5 colorants, pigments, toners, carbon black, glass fibers, fillers, impact modifiers, 
antioxidants, surface lubricants, denesting agents, UV light absorbing agents, 
metal deactivators, fillers, nucleating agents, stabilizers, flame retardants, reheat 
aids, crystallization aids, acetaldehyde reducing compounds, recycling release 
aids, oxygen scavengers, plasticizers, nucleators, mold release agents, 

20 compatibilizers, and the like, or their combinations. 

All of these additives and many others and their use are known in the art 
and do not require extensive discussion. Therefore, only a limited number will 
be referred to, it being understood that any of these compounds can be used in 
25 any combination so long as they do not hinder the present invention fi*om 
accomplishing its objects. 

The LV. of an oligomeric polyamide used prior to melt mixing is 
preferably fi-om about 0.1 to about 0.5 dL/g, and more preferably fi*om about 0.3 
30 dL/g to about 0.5 dL/g, as measured in a mixture of 60 weight percent phenol 
and 40 weight percent 1,1,2,2-tetrachloroethane at a concentration of 0.5 
g/lOOml (solvent) at 25**C. Preferably, the LV. of the high molecular weight 
matrix polymer is at least about 0.7 dL/g and more preferably is at least about 
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1 .0 dL/ g as measured in a mixture of 60 weight percent phenol and 40 weight 
percent 1,1,2,2-tetrachloroethane at a concentration of 0.5 g/lOOml (solvent) at 
25''C. Moreover, the oligomeric polyamide has a number average molecular 
weight of from about 200 to about 10,000 g/mol and may be a homo or 
5 cooligomer. 

The L V. of an oligomeric polyester used prior to melt mixing is 
preferably from about 0.05 to about 0.5 dL/g, and more preferably from about 
0.1 dL/g to about 0.3 dL/g, as measured in a mixture of 60 weight percent 

1 0 phenol and 40 weight percent 1,1,2,2-tetrachloroethane at a concentration of 0.5 
g/lOOmI (solvent) at 25*'C. Preferably, the LV. of the high molecular weight 
matrix polymer is at least about 0.6 dL/g, and more preferably is about 0.7 dL/g 
as measured in a mixture of 60 weight percent phenol and 40 weight percent 
1,1,2,2-tetrachloroethane at a concentration of 0.5 g/lOOmI (solvent) at 25*^0. 

1 5 Moreover, the oligomeric polyester has a number average molecular weight of 
from about 200 to about 10,000 g/mol and may be a homo or cooligomer. 

Clay Material (Platelet Particles) 

20 The nanocomposite compositions of the present invention comprise up 

to about 25 weight percent, preferably from about 0.5 to about 20 weight 
percent, more preferably from about 0.5 to about 15 weight percent, and most 
preferably from about 0.5 to about 10 weight percent of layered clay material 
which is pure in that it has a low quartz content or has been purified by any of 

25 the processes described herein or by any other known process that would purify 
or eliminate impurities including quartz from a clay material. The layered clay 
material comprises platelet particles. The amoimt of platelet particles is 
determined by measuring the amount of silicate residue in the ash of the 
polymer/platelet composition when treated in accordance with ASTM D5630- 

30 94. 

Useful clay materials include natural, synthetic, and modified 
phy Ho silicates. Natural clays include smectite clays, such as montmorillonite, 
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saponite, hectorite, mica, vermiculite, bentonite, nontronite, beidellite, 
volkonskoite, magadite, kenyaite, and the like. Synthetic clays include 
synthetic mica, synthetic saponite, synthetic hectorite, and the like. Modified 
clays include fluorinated hectorite, fluorinated mica, and the like. Suitable clays 
5 are available from various companies including Nanocor, Inc., Southern Clay 
Products, Kunimine Industries, Ltd., and Rheox. 

Generally, the layered clay materials useful in this invention are an 
agglomeration of individual platelet particles that are closely stacked together 
1 0 like cards, in domains called tactoids. The individual platelet particles of the 
clays preferably have thickness of less than about 2 nm and diameter in the 
range of about 10 to about 5000 nm. For the purposes of this invention, 
measurements refer only to the platelet particle and not any dispersing aids or 
pretreatment compounds which might be used. 

15 

Preferably, the clays are dispersed in the polymer(s) so that most of the 
clay material exists as individual platelet particles, small tactoids, and small 
aggregates of tactoids. Preferably, a majority of the tactoids and aggregates in 
the polymer-clay nanocomposites of the present invention will have thickness in 
20 its smallest dimension of less than about 20 nm. Polymer-clay nanocomposite 
compositions with the higher concentration of individual platelet particles and 
fewer tactoids or aggregates are preferred. 

Moreover, the layered clay materials are typically swellable free flowing 
25 powders having a cation exchange capacity from about 0,3 to about 3.0 

milliequivalents per gram of mineral (meq/g), preferably from about 0.90 to 
about 1.5 meq/g, and more preferably from about 0.95 to about 1.25 meq/g. 
The clay may have a wide variety of exchangeable cations present in the 
galleries between the layers of the clay, including, but not limited to cations 
30 comprising the alkaline metals (group lA), the alkaline earth metals (group IIA), 
and their mixtures. The most preferred cation is sodium; however, any cation or 
combination of cations may be used provided that most of the cations may be 
exchanged for organic cations. The exchange may occur by treating a 
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individual clay or a mixture of clays with organic cation or a mixture of organic 
cations. 

Preferred clay materials are phyllosilicates of the 2:1 type having a 
5 cation exchange capacity of about 0.5 to about 2.0 meq/g. The most preferred 
clay materials are smectite clay minerals, particularly sodium bentonite or 
sodium montmorillonite, more particularly Wyoming-type sodium 
montmorillonite or Wyoming-type sodium bentonite having a cation exchange 
capacity from about 0.95 to about 1.25 meq/g. The preferred clays have less 
1 0 than about 2.0 wt% of quartz, as measured by powder X-ray diffraction 
methods. 

Other non-clay materials having the above-described ion-exchange 
capacity and size, such as chalcogens, may also be used as a source of platelet 
1 5 particles under the present invention. Chalcogens are salts of a heavy metal and 
group VIA (O, S, Se, and Te). These materials are known in the art and do not 
need to be described in detail here. 

Improvements in gas barrier result from increases in the concentration of 
20 platelet particles in the polymer. While amounts of platelet particles as low as 
about 0.01 percent provide improved barrier (especially when well dispersed 
and ordered), compositions having at least about 0.5 weight percent of the 
platelet particles are preferred because they display the desired improvements in 
gas barrier. 

25 

Prior to incorporation into an oligomer(s) or polymer(s), the particle size 
of the clay material may be reduced in size by methods known in the art, 
including, but not limited to, grinding, pulverizing, hammer milling, jet milling, 
and their combinations. It is preferred that the average particle size be reduced 
30 to less than about 100 micron in diameter, more preferably less than about 50 
micron in diameter, and most preferably less than about 20 micron in diameter. 
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The clay material of this invention may comprise refined or purified but 
unmodified clays, modified clays, or mixtures of modified and unmodified 
clays. Generally, it is desirable to treat the selected clay material to facilitate 
separation of the agglomerates of platelet particles to individual platelet 
5 particles and small tactoids. Separating the platelet particles prior to 

incorporation into the polymer also improves the polymer/platelet interface. 
Any treatment that achieves the above goals may be used. 



Many clay treatments used to modify the clay for the purpose of 
1 0 improving dispersion of clay materials are known and may be used in the 
practice of this invention. The clay treatments may be conducted prior to, 
during, or after mixing the clay material with the polymer. 



Organic Cations 

15 

In an embodiment of this invention, a pure, purified, modified or treated 
layered clay material or mixture of clay material is prepared by the reaction of a 
swellable layered clay(s) with an organic cation (to effect partial or complete 
cation exchange), preferably an ammonium compound. If desired, two or more 
20 organic cations may be used to treat the clay. Moreover, mixtures of organic 

cations may also be used to prepare a treated layered clay material. The process 
to prepare the organoclays (modified or treated clays) may be conducted in a 
batch, semi-batch, or continuous manner. 



25 Organic cations used to modify a clay material or a mixture of clay 

materials of a nanocomposite of this invention are derived from organic cation 
salts, preferably onium salt compounds. Organic cation salts useful for the 
nanocomposite and process of this invention may generally be represented by 
the following formula (I): 
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10 



I + 
R2-M-R3 X- 

R4 J 
(I) 

wherein M is either nitrogen or phosphorous; X" is a hahde, hydroxide, or 
acetate anion, preferably chloride and bromide; and Ri, R2, R3, and R4 are 
independently organic and/or oligomeric hgands or may be hydrogen. 



Examples of useful organic hgands include, but are not limited to hnear 
15 or branched alkyl groups having 1 to 22 carbon atoms, aralkyl groups which are 
benzyl and substituted benzyl moieties including fused-ring moieties having 
linear chains or branches of 1 to 100 carbon atoms in the alkyl portion of the 
structure, aryl groups such as phenyl and substituted phenyl including fused- 
ring aromatic substituents, beta, gamma unsaturated groups having six or less 
20 carbon atoms, and alkyleneoxide groups having repeating imits comprising 2 to 
6 carbon atoms. Examples of useful oligomeric ligands include, but are not 
limited to poly(alkylene oxide), polystyrene, polyacrylate, polycaprolactone, 
and the like. 



25 Examples of useful organic cations include, but are not limited to alkyl 

ammonium ions, such as tetramethyl ammonium, hexyl ammonium, butyl 
ammonium, bis(2-hydroxyethyl) dimethyl ammonium, hexyl benzyl dimethyl 
ammonium, benzyl trimethyl ammonium, butyl benzyl dimethyl ammonium, 
tetrabutyl ammonium, di(2-hydroxyethyl) ammonium, and the like, and alkyl 

30 phosphonium ions such as tetrabutyl phosphonium, trioctyl octadecyl 

phosphonium, tetraoctyl phosphonium, octadecyl triphenyl phosphonium, and 
the like or mixtures thereof. 



35 



Other particularly useful organic cations for this invention include, but 
are not limited to alkyl ammonium ions such as dodecyl ammonium, octadecyl 
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trimethyl ammonium, bis(2-hydroxyethyl) octadecyl methyl ammonium, 
octadecyl benzyl dimethyl ammonium, and the like or mixtures thereof 

Useful alkoxylated ammonium compounds may include mono- 
5 alkoxylated, di-alkoxylated, tri-alkoxylated, and tetra-alkoxylated ammonium 
compounds. Examples of useful alkoxy ligands include, but are not limited to 
hydroxyethyl, hydroxypropyl, hydroxybutyl, poly(ethylene oxide), 
poly(propylene oxide), poly(butylene oxide), and the like. 

1 0 Useful mono-alkoxylated ammonium salts can be represented as 

follows: 

R3 

I 

Ri N R2 

(CH2CHO), R3 

R4 

wherein N represents nitrogen; X" represents an anion which is preferably a 
halide atom such as chloride or bromide; R], R2, and R3 may be the same or 

1 5 different and are selected from organic and oligomeric ligands comprising 1 to 
30 carbon atoms or may be hydrogen; n is at least 1 ; R4 is selected from 
hydrocarbons comprising 1 to 4 carbon atoms, hydrogen, and their mixtures; 
and R5 is selected from hydrocarbons comprising 1 to 7 carbon atoms and 
hydrogen. Illustrative of suitable mono-alkoxylated amine compounds, which 

20 are converted to the ammonium salt by reaction with a Bronsted acid, include, 
but are not limited to those under the trade name of JEFF AMINE. 



+ 

X" 
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Useful di-alkoxylated ammonium salts can be represented as follows: 



R3 

(CH2CHO)p— Re 
Ri N R2 

(CH2CHO)-R5 

- R. - 



X 



10 



wherein N represents nitrogen; X" represents an anion which is preferably a 
hahde atom such as chloride or bromide; Ri and R2 may be the same or 
different and are selected from organic and oligomeric ligands comprising 1 to 
30 carbon atoms or may be hydrogen; p and n are at least 1 ; and R3, R4, R5 and 
Rg may be same or different and are selected from hydrocarbons comprising 1 
to 4 carbon atoms and hydrogen. Examples of useful di-alkoxylated ammonium 
compounds include, but are not limited to bis(2-hydroxymethyl), octadecyl 
ammonium, bis(2-hydroxyethyl), octadecylmethyl ammonium, 
octadecyUsopropoxydimethyl ammonium, and the like or mixtures thereof. 



Useful tri-alkoxylated ammonium salts can be represented as follows: 



X 



(CH2CHO)p- R, 
Ri N (CH2CHO) - Re 

(CH2CHO) - R5 



R4 

1 5 wherein N represents nitrogen; X' represents an anion which is preferably a 
halide atom such as chloride or bromide; Ri is selected from organic and 
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oligomeric ligands comprising 1 to 30 carbon atoms or may be hydrogen; n, p, 
and q are at least 1 ; and R2, R3, R4, R5, R6 and R7 may be same or different and 
are selected from hydrocarbons comprising 1 to 4 carbon atoms and hydrogen. 



Useful tetra-alkoxylated ammonium salts can be represented as follows: 

R3 ~ 

(CH^CHO)^— Rj 
-N (CH2CHO) — Re 



R3— (OCHCH2),- 



(CH2CHO) — R5 



10 



wherein N represents nitrogen; X" represents an anion which is preferably a 
halide atom such as chloride or bromide; m, n, p and q are at least 1; and Ri, R2, 
R3, R4, R5, Re, R7 and Rg may be same or different and are selected from 
hydrocarbons comprising 1 to 4 carbon atoms and hydrogen. 



The preferred alkoxylated ammonium salts are di-ethoxylated 
ammonium salts represented as follows: 



(CH2CH20)p-H 
Ri N R2 

(CH2CH20)n-H 



X 



1 5 wherein N represents nitrogen; X" represents an anion which is preferably a 
halide atom such as chloride or bromide; R] is selected from organic and 
oligomeric ligands comprising at least 8 carbon atoms; R2 is selected from 
organic and oligomeric ligands comprising at least 8 carbon atoms or may be 
hydrogen; and p and n are at least 1 . 
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Illustrative examples of suitable polyalkoxylated ammonium compounds 
include the hydrochloride salts of polyalkoxylated amines such as JEFFAMINE 
(of Huntsman Chemical), namely, JEFFAMINE-506 and JEFFAMINE 505, and 
5 an amine available under the trade name ETHOMEEN (of Akzo Chemie 
America), namely, ETHOMEEN 18/25, which is octadecyl 
bis(polyoxyethylene[15])amine, wherein the numbers in brackets refer to the 
total number of ethylene oxide units. A further illustrative example of a suitable 
polyalkoxylated ammonium compound is ETHOQUAD 18/25 (of Akzo Chemie 
1 0 America), which is octadecyl methyl bis(polyoxyethylene[15]) ammonium 

chloride, wherein the numbers in brackets refer to the total number of ethylene 
oxide units. 

Numerous methods to modify layered clays with organic cations are 
1 5 known, and any of these may be used in the practice of this invention. One 

embodiment of this invention is the organic modification of a layered clay with 
an organic cation salt by the process of dispersing a layered clay or mixture of 
clays into hot water, most preferably from about 50 to about SO'^C, adding (neat 
or dissolved in water or alcohol) the organic cation salt or an organic amine and 
20 a Bronsted acid (thereby forming the organic ammonium salt in situ) separately 
or adding mixtures thereof with agitation, then blending for a period of time 
sufficient for the organic cations to exchange most of the metal cations present 
in the galleries between the layers of the clay material(s). Then, the purified 
and organically-modified layered clay material(s) is isolated by methods known 
25 in the art including, but not limited to, filtration, centrifugation, spray drying, 
and/or their combinations. 

The particle size of the organoclay material may be reduced in size by 
methods known in the art, including, but not limited to, grinding, pulverizing, 
30 hammer milling, jet milling, and/or their combinations. It is preferred that the 
average particle size be reduced to less than about 100 micron in diameter, more 
preferably less than about 50 micron in diameter, and most preferably less than 
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about 20 micron in diameter. It is important to remove large size particles, as 
they cause increased haze and voids. 



It is desirable to use a sufficient amount of the organic cation salt(s) to 
5 permit exchange of most of the metal cations in the galleries of the layered 

particle for the organic cation(s); therefore, at least about 0.5 equivalent of total 
organic cation salt is used and up to about 3 equivalents of organic cation salt 
can be used. It is preferred that about 0.5 to about 2 equivalents of organic 
cation salt be used, more preferable about 1 ,0 to about 1 .5 equivalents. It is 
1 0 preferable to remove most of the metal cation salt(s) and most of the excess 
organic cation salt(s) by washing and other techniques known in the art. The 
presence of the metal salts, such as sodium chloride, may lead to increased haze 
and voids. 



1 5 The organoclays of the present invention having reduced impurity may 

be incorporated into suitable matrix polymers such as polyamides by any 
processes which are known in the art. 



Other Clay Treatments 

20 

The layered clay material may be further treated for the purposes of 
aiding exfoliation in the composite, increasing the molecular weight and/or 
improving the strength of the polymer/clay interface. Any treatment that 
achieves the above goals may be used. Increasing the molecular weight of the 
25 polyamide-platelet particle composite may be achieved by several different 
methods including, but not limited to, reactive chain extension, solid state 
poljmierization, crosslinking, and melt compounding with a high molecular 
weight, melt processible polyamide. 



30 Examples of useful treatments include, but are not limited to 

intercalation with water-soluble or water-insoluble polymers, organic reagents 
or monomers, silane compounds, metals or organometallics, expanding agents, 
oligomeric polymers, dispersing aids and/or their combinations. Treatment of 
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the clay can be accomplished prior to the addition of a polymer to the clay 
material, during the dispersion of the clay with the polymer or during a 
subsequent melt blending or melt fabrication step. 

5 Examples of useful pretreatment with polymers and oligomers include 

those disclosed in U.S. Patents 5,552,469 and 5,578,672, incorporated herein by 
reference. Examples of useful polymers for treating the clay material include 
polyvinyl pyrrohdone, polyvinyl alcohol, polyethylene glycol, 
polytetrahydrofuran, polystyrene, polycaprolactone, certain water-dispersible 
1 0 polyesters, Nylon-6 and the like. 

Examples of useful pretreatment with organic reagents and monomers 
include those disclosed in EP 780,340 Al, incorporated herein by reference. 
Examples of useful organic reagents and monomers for intercalating the 
1 5 swellable layered clay include dodecylpyrrolidone, caprolactone, capro lactam, 
ethylene carbonate, ethylene glycol, bishydroxyethyl terephthalate, dimethyl 
terephthalate, and the like or mixtures thereof. 

Examples of useful pretreatment with silane compounds include those 
20 treatments disclosed in WO 93/1 1 190, incorporated herein by reference. 
Examples of useful silane compounds includes (3- 
glycidoxypropyl)trimethoxysilane, 2-methoxy (polyethyleneoxy)propyl 
heptamethyl trisiloxane, octadecyl dimethyl (3-trimethoxysilylpropyl) 
amumonium chloride and the like. 

25 

Examples of suitable water dispersible compounds include sulfonated 
polymers such as sulfonated polyesters and sulfonated polystyrene. 

If desired, a dispersing aid may be present during or prior to the 
30 formation of the composite for the purposes of aiding exfohation of the treated 
or untreated swellable layered particles into the polymer. Many such dispersing 
aids are known and cover a wide range of materials including water, alcohols. 
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ketones, aldehydes, chlorinated solvents, hydrocarbon solvents, aromatic 
solvents, and the like or combinations thereof. 

It should be appreciated that on a total composition basis, dispersing aids 
5 and/or pretreatment compounds may account for significant amount of the total 
composition, in some cases up to about 30 weight percent. While it is preferred 
to use as little dispersing aid/pretreatment compound as possible, the amoxmts of 
dispersing aids and/or pretreatment compounds may be as much as about 9 
times the amount of the platelet particles. 

10 

Articles 

The polymer-clay nanocomposite of this invention may be formed into 
articles by conventional plastic processing techniques. Molded articles may be 

1 5 made from the above-described polymers by compression molding, blow 

molding, extrusion or other such molding techniques, all of which are known in 
the art. Monolayer and/or multilayer articles prepared from the nanocomposite 
material of this invention include, but are not limited to film, sheet, pipes, tubes, 
profiles, molded articles, preforms, stretch blow molded films and containers, 

20 injection blow molded containers, extrusion blow molded films and containers, 
thermoformed articles and the like. The containers are preferably bottles. 

Oriented articles produced fi-om the present polymer-clay compositions 
are also expected to have low haze and reduced voids. Composite compositions 
25 produced according to the present invention are especially useful for preparing 
clear bottles and film (low haze) that may also exhibit improved gas barrier 
properties. Additionally, products produced from these composites can achieve 
lower haze and possibly higher gas barrier properties than products produced 
from conventional polymer-clay composites. 

30 

In forming stretch blow molded bottles of one or several layers, it is 
often customary to initially form a preform of the desired vessel via an injection 
molding process. The crystallization rate of the materials comprising the 
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preform must be sufficiently slow to allow the formation of an essentially 
noncrystalline article. Unless the preform is essentially noncrystalline, it is 
exceedingly difficult to stretch blow mold into the desired shape to form a 
bottle. In one embodiment of this invention, the layered silicate materials and 
5 treatment compounds are selected both to promote dispersion of the individual 
platelets into the polymer, e.g., polyamide to allow maximum barrier 
enhancement, minimum haze formation, and the formation of preforms by 
injection molding which are essentially noncrystalline in character. 

1 0 The bottles and containers of this invention provide increased shelf 

storage life for contents, including beverages and food that are sensitive to the 
permeation of gases. Articles, more preferably containers, of the present 
invention often display a gas transmission or permeability rate (oxygen, carbon 
dioxide, water vapor) which is at least about 10% lower (depending on clay 

1 5 concentration) than that of similar containers made from clay-free polymer, 

resulting in correspondingly longer product shelf life provided by the container. 
Desirable values for the sidewall modulus and tensile strength may also be 
maintained. The articles also show unexpected resistance to haze formation, 
crystallization, void and other defect formation. 

20 

The articles may also be multilayered. Preferably, the multilayered 
articles have a nanocomposite material disposed between other layers, although 
the nanocomposite may also be one layer of a two-layered article. In 
embodiments where the nanocomposite and its components are approved for 
25 food contact, the nanocomposite may form the food contact layer of the desired 
articles. In other embodiments, it is preferred that the nanocomposite be in a 
layer other than the food contact layer. 

The multilayer articles may also contain one or more layers of the 
30 nanocomposite composition of this invention and one or more layers of a 
structural polymer. A wide variety of structural polymers may be used. 
Illustrative of structural polymers are polyesters, polyetheresters, polyamides, 
polyesteramides, polynrethanes, polyimides, polyetherimides, polyureas, 
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polyamideimides, polyphenyleneoxides, phenoxy resins, epoxy resins, 
polyolefms, polyacrylates, polystyrene, polyethylene-co-vinyl alcohols 
(EVOH), and the like or their combinations and blends. The preferred structural 
polymers are polyesters, such as poly(ethylene terephthalate) and its 
5 copolymers. 

In another embodiment, co-extrading a layer of the polymer-clay 
nanocomposite specified above with some other suitable thermoplastic resin 
may form articles. The polymer-clay nanocomposite and the molded article 
1 0 and/or extruded sheet may also be formed at the same time by co-injection 
molding or co-extruding. 

Another embodiment of this invention is the combined use of silicate 
layers xmiformly dispersed in the matrix of a high barrier thermoplastic together 
1 5 with the multilayer approach to packaging materials. By using a layered clay to 
decrease the gas permeabihty in the high barrier layer, the amount of this 
material that is needed to generate a specific barrier level in the end application 
is greatly reduced. 

20 Since the high barrier material is often the most expensive component in 

multilayer packaging, a reduction in the amoimt of this material used can be 
quite beneficial. With the polymer-clay nanocomposite layer being sandwiched 
between two outer polymer layers, the surface roughness is often considerably 
less than for a monolayer nanocomposite material. Thus, with a multilayer 

25 approach, the level of haze may be further reduced. 

Nanocomposite Processes 

The polymer-clay nanocomposites of this invention may be prepared 
30 with the matrix polymer and layered clay material in different ways. Many 

processes to prepare polymer-clay nanocomposite compositions are known, and 
any of these processes may be used to prepare the composites of this present 
invention. 
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In one embodiment of this invention, the melt mixing step is achieved 
by dry mixing polymer with a layered clay having a low quartz content and 
passing the mixture through a compounding extruder under conditions sufficient 
5 to melt the polymer. 

In another embodiment of this invention, the melt-mixing step is 
conducted by feeding the polymer and treated or untreated layered particles 
separately into a compounding extruder. When treated layered particles are 
1 0 used in this process, it is usually preferred that the polymer be added first to 
minimize degradation of treated layered particles. 



This invention also relates generally to a process comprising the steps of 
(1) preparing an oligomeric resin-platelet particle composite by melt mixing a 
1 5 low quartz clay material comprising platelet particles and an oligomeric resin 
and (2) preparing a high molecular weight polymer-clay nanocomposite 
material. 



In a one embodiment of this process, the steps comprise: (i) melt mixing 
20 platelet particles with a matrix polymer-compatible oligomeric resin to form an 
oligomeric resin-clay composite, and (ii) mixing the oligomeric resin-clay 
composite with a high molecular weight matrix polymer thereby increasing the 
molecular weight of the oligomeric resin-platelet particle composite and 
producing a polymer nanocomposite material. 

25 

In another embodiment of the first embodiment, the melt-mixing step is 
conducted by feeding the oligomeric resin and treated or untreated layered 
particles separately into a compounding extruder. When treated layered 
particles are used in this process, it is preferred that the oligomeric resin be 
30 added first to minimize degradation of treated layered particles. 



Melt processing or mixing includes melt and extrusion compounding. 
Use of extrusion compounding to mix the clay and the polymer presents two 
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advantages. Chiefly, the extruder is able to handle the high viscosity exhibited 
by the nanocomposite material. In addition, in a melt mixing approach for 
producing nanocomposite materials, the use of solvents can be avoided. Low 
molecular weight hquids can often be costly to remove from the nanocomposite 
5 resin. Moreover, use of extrusion compounding to mix the clay and the 
polymer is preferred because of the ease of preparation and the potential to 
attain high clay loadings. 

In another embodiment of this invention, a high concentration of layered 
1 0 particles is melt mixed with oligomeric resin by mixing in a reactor. The 

resulting composite material is then either chain extended, polymerized to high 
molecular weight, or let down in the extruder into a high molecular weight 
polymer to obtain the final nanocomposite material. 

1 5 The oligomeric resin and the high molecular weight polymer may have 

the same or different repeat unit structure, i.e., may be comprised of the same or 
different monomer units. Preferably, the oligomeric resin has the same 
monomer unit to enhance compatibility or miscibility with the high molecular 
weight polymer. 

20 

In another embodiment of this invention, molten oligomeric resin may 
be fed directly to a compounding extruder along with treated or untreated 
layered particles to produce the oligomeric resin-platelet particle 
nanocomposite. 

25 

If desired, a dispersing aid may be present during or prior to the 
formation of the composite by melt mixing for the purposes of aiding 
exfoliation of the treated or luitreated swellable layered particles into the 
polymer. Many such dispersing aids are known covering a wide range of 
30 materials including water, alcohols, ketones, aldehydes, chlorinated solvents, 
hydrocarbon solvents, aromatic solvents, and the like or combinations thereof. 
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The molecular weight of the polymer material may be increased by any 
of a number of known approaches or by any combination of these approaches, 
e.g., chain extension, reactive extrusion, extrusion let-down, solid state 
polymerization or annealing, annealing under a flow of inert gas, vacuum 
5 annealing, let-dovra in a melt reactor, etc. 



Although any melt mixing device may be used, typically, melt mixing is 
conducted either by a batch mixing process or by a melt compounding extrusion 
process during which treated or untreated layered clay particles are introduced 

1 0 into an oligomeric or polymeric resin. Prior to melt mixing, the treated or 

untreated layered particles may exist in various forms including pellets, flakes, 
chips and powder. It is preferred that the treated or untreated layered particles 
be reduced in size by methods known in the art, such as hammer milling and jet 
milling. Prior to melt mixing, the oligomeric or polymeric resin may exist in 

1 5 wide variety of forms including pellets, ground chips, powder or its molten 
state. 



As exemplified above, the layered clay having a low quartz content and 
the matrix polymer components of the nanocomposite of this invention may be 

20 combined in a wide variety of ways that are known to those skilled in the art. 
Therefore, it will be apparent to those skilled in the art that various 
modifications and variations can be made to the processes embodied above 
without departing firom the scope of the invention. Other embodiments of the 
invention will be apparent to those skilled in the art from consideration of the 

25 specification and practice of the invention disclosed herein. It is intended that 
the description of the above embodiments not be limiting. 



The resulting nanocomposite can then be processed into the desired 
barrier article, film or container with article- forming methods well known in the 
30 art. For example, the nanocomposite may then be processed either as an 

injected molded article, e.g., a container preform or an extruded film or sheet. 
Additional processing of stretch blow molding to a container or bottle, or 
extruding as a barrier film yields high barrier finished articles with low haze and 
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reduced voids. Polymer nanocomposites and articles produced according to the 
present invention display a gas permeability, which is at least 10 percent lower 
than that of the unmodified polymer. 

5 Examples 

The following examples and experimental results are included to 
provide those of ordinary skill in the art with a complete disclosure and 
description of particular manners in which the present invention can be 

1 0 practiced and evaluated, and are intended to be purely exemplary of the 

invention and are not intended to limit the scope of what the inventors regard as 
their invention. Efforts have been made to ensure accuracy with respect to 
numbers (e.g., amounts, temperature, etc.); however, some errors and deviations 
may have occurred. Unless indicated otherwise, parts are parts by weight, 

1 5 temperature is in °C or is at ambient temperature, and pressure is at or near 
atmospheric. 

Example 1 

20 Example 1 illustrates one embodiment of a nanocomposite of the present 

invention. 

MXD6 6007, poly(m-xylylene adipamide) with an L V. of about 1 . 1 
dL/g, was purchased fi-om Mitsubishi Chemical Co. The organo- 
25 montmorillonite clay (PGC-Ql 82) was provided by Nanocor Inc. of Arlington 
Heights, IL. The clay has a quartz content of 0.33 wt% determined from X-ray 
diffi*action method. Also, this organoclay has a Na^ content of 0.12 wt%, as 
determined by X-ray diffraction. 

30 The organo-montmorillonite clay was prepared by onium ion 

exchanging Na-montmorillonite with bis(2-hydroxyethyl) octadecyl methyl 
ammonium chloride. The finished product was washed with alcohol/water 
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mixture to remove excess surfactant then dried and milled. The tether on the 
clay is bis(2-hydroxyethyl) octadecyl methyl ammonium. 

D(ND), a low molecular weight m-xylyladip amide polyamide was 
5 purchased from Polymer Chemistry Innovations. This material was analyzed by 
titration of the amine and carboxylate end groups to possess a number average 
molecular weight of about 3,000, and was determined to have an LV. of about 
0.41 dL/g. 1421.8 grams of this oligomeric poly(w-xylyladipoyl diamine) was 
dry mixed with 378.2 grams of organomontmorillonite clay from Nanocor, Inc. 

1 0 Prior to dry mixing, the individual components were dried at 80C under vacuum 
for 24 hours. The mixture was then extruded on the Leistritz Micro 1 8 co- 
rotating twin screw extruder equipped with a general compounding screw. The 
AccuRate pellet feeder was set at a rate of approximately 2 kg/hr with a 
nitrogen atmosphere over both the feeder and the hopper. The barrel and die 

1 5 temperatures were set at 240C and the screw RPM at approximately 200. 

After the extrusion was complete, 1666.7 grams of the extrudate pellets 
are dry-mixed with 8333,3 grams of MXD6 6007 polyamide. The mixture was 
then extruded on the Wemer-Pflider 30mm twin screw extruder at a processing 
20 temperature of 260C and a screw RPM of 300 at a feed rate of about 30 Ib/hr. 
The final material was analyzed for ash content and it was determined to be 
2,53%. 



The resulting nanocomposite material, designated as MXD6/D(ND)/ 
25 organoclay 2.53%, was used as the middle layer of co-injected trilayer 

preforms. The ash content of the resulting nanocomposite was 2.53%. The 
inner and outer layers of the trilayer preform were made from Eastman's amber 
colored PET 20261, having about 0.80 dL/g LV. The nominal thickness of the 
middle layer was about 8% of the total thickness. The preforms were stretch 
30 blow molded on Sidel SBO 2/3 machine into 16oz. beer bottle. The bottle 

sidewall was cut and the middle layer containing the nanocomposite material 
was peeled from the three-layer configuration, and analyzed for haze, oxygen 
permeability and optical microscopy. 
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The haze of the middle layer was 8 %. The haze was determined by ASTM test 
method D-1003. The middle layer was also subjected to optical microscopy and 
relatively fewer voids were observed as compared to the film of Comparative 
Example 2 (See Figures 2 and 3). 

Examples 2a-2e and Comparative Example 1 f 

Examples 2a-2e illustrate various embodiments of the present 
invention. Example If is a comparative example. Example 2g is a control 
sample having only MXD6 in the middle layer. 

MXD6 6007, poly(m-xylylene adipamide) with an LV. of about 1,1 
dL/g, was purchased from Mitsubishi Chemical Co. The organo- 
montmorillonite clays (Nanomer types) were provided by Nanocor Inc. of 
Arlington Heights, IL. The quartz content of the clay is shown in Table 2. 

The montmorillonite clays were purified by the process described in 
their U.S. Patent No. 6,050,509, and the organo-montmorillonite clay was 
supplied by Nanocor, Inc., ArUngton Heights, IL. The modified 
montmorillonite clay was washed extensively until free of non-exchanged 
surfactant, and then dried and milled. D(ND), a low molecular weight m- 
xylyladipamide polyamide was purchased from Polymer Chemistry 
Innovations, This material was analyzed by titration of the amine and 
carboxylate end groups to possess a number average molecular weight of 
about 3,000 g/mol, and was determined to have an LV. of about 0.41 dL/g. 
2L1 % by weight of the ohgomeric poly(/w-xylyladipoyl diamine), 3.9% of 
organo-montmorillonite from Nanocor, Inc. and 75% by wt. of MXD6-6007 
from Mitsubishi Chemical Co. were then extruded on the 57mm twin screw 
extruder equipped with a general compounding screw. The barrel and die 
temperatures were set at about 270''C. 
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The final materials were analyzed for ash content and are listed in 

Table 2. 

The resulting nanocomposite materials, (Examples 2a-2e and 
5 Comparative Example If), were used as the middle layer of co-injected 

trilayer preforms. Sample 2g (no clay) was prepared using MXD6-6007 in 
the middle layer. The inner and outer layers of the trilayer preform were 
made firom Eastman Chemical Company PET 9921 W, having about 0.80 
dL/g LV. The nominal thickness of the middle layer was about 10% of the 

1 0 total thickness. The preforms were stretch blow molded on a Sidel SBO 2/3 
machine into 16 oz. bottle. The bottle sidewall was cut and the middle layer 
containing the nanocomposite material for samples 2a through 2e, 
Comparative Example If, and MXD6-6007 for sample 2g was peeled from 
the three-layer configuration, and analyzed for haze and oxygen 

1 5 permeabiUty. 

The oxygen barrier of the film was then determined by ASTM test 
method D-3985 at 30°C and 50% relative humidity with a pure oxygen gas 
permeant and a nitrogen gas carrier on a Mocon 2/20 oxygen permeability 

20 tester. The oxygen permeabihty of the middle layer containing the 

nanocomposite was at least 20% lower for samples 2a-2e and Comparative 
Example If than for sample 2g. The haze of the middle layer is shown in 
Table 2. The haze was determined by ASTM test method D- 1003, As 
shown in Table 2, as the quartz weight percent decreases, the haze decreases. 

25 Moreover, the middle layer was also subjected to optical microscopy and 
relatively fewer voids were observed in samples 2a, 2b, 2c, 2d and 2e, 
compared to sample If, a comparative example. 
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Table 2 



Example 


NanomerType 


Quartz 
Wt. (%) 


Ash (%) 


Middle 
Layer 
Thickness 
(mils) 


Middle 
Layer 
Haze 


2a 


NA-047-00 


0.33 


2.2 


1.63 


8.6 


2b 


NX-041-00A 


0.55 


2.1 


1.68 


8.1 


2c 


NX-039-00A 


0.79 


2.6 


1.58 


12.4 


2d 


NV-049-00 


1.58 


2 


1.8 


13.9 


2e 


NN-049-00 


1.93 


2.1 


1.8 


14.8 


Comparative 
Example If 


NN- 195-99 


3.7 


2.5 


1.7 


23 


2g 


None 


0 


0 


1.7 


0.9 



Example 3 

5 

Example 3 illustrates one embodiment of a nanocomposite of the present 
invention, 

MXD6 6007, poly(/M-xylylene adipamide) with an I.V. of about 1.1 
10 dL/& was purchased from Mitsubishi Chemical. The super clean or purified 
organo-montmorillonite clay (S-PGW-ODA) was provided by Nanocor Inc. of 
Arhngton Heights, IL. This clay was produced by using the super-clean process 
of the present invention. 

1 5 That is, S-PGW-ODA was prepared by using cryogenic magnetically 

purified octadecyl anmionium-montmorillonite clay (Nanocor, Inc., Arlington 
Heights, IL). Protonated octadecyl ammonium (ODA) up to excess of 100% of 
the clay PGW was used to exchange the inorganic Na"" or Ca^"" out. The 
modified montmorillonite clay was washed extensively until free of non- 
20 exchanged surfactant, and then dried and milled. The tether on the clay is 

octadecyl ammonium. 100% of the PGW was utilized. D(ND), a low molecular 
weight m-xylyladipamide polyamide was purchased from Polymer Chemistry 
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Innovations. This material was analyzed by titration of the amine and 
carboxylate end groups to possess a number average molecular weight of about 
3,000, and was determined to have an LV. of about 0.41 dL/g. 1421.8 grams of 
this oligomeric poIy(m-xylyladipoyl diamine) was dry mixed with 378.2 grams 
5 of S-PGW-ODA organo-montmorillonite clay from Nanocor, Inc. Prior to dry 
mixing, the individual components were dried at SO^'C under vacuum for 24 
hours. The mixture was then extruded on the Leistritz Micro 18 co-rotating 
twin screw extruder equipped with a general compounding screw. The 
AccuRate pellet feeder was set at a rate of approximately 2 kg/hr with a 
1 0 nitrogen atmosphere over both the feeder and the hopper. The barrel and die 
temperatures were set at 240°C and the screw RPM at approximately 200. 

After the extrusion was complete, 1666.7 grams of the extrudate pellets 
are dry-mixed with 8333.3 grams of MXD6 6007 polyamide. The mixture was 
1 5 then extruded on the Wemer-Pfleider 30nim twin screw extruder at a processing 
temperature of 260°C and a screw RPM of 300 at a feed rate of about 30 Ib/hr. 
The final material was analyzed for ash content and it was determined to be 
2.53%. 

20 The resulting nanocomposite material, designated as MXD6/D(ND)/S- 

PGW-ODA 2.53%, was used as the middle layer of co-injected trilayer 
preforms. The ash content of the resulting nanocomposite was 2.53%. The 
inner and outer layers of the trilayer preform were made from Eastman's amber 
colored PET 20261, having about 0.80 dL/g LV. The nominal thickness of the 

25 middle layer was about 8% of the total thickness. The preforms were stretch 
blow molded on Sidel SBO 2/3 machine into 16oz. beer bottle. The bottle 
sidewall was cut and the middle layer containing the nanocomposite material 
was peeled from the three-layer configuration, and analyzed for haze, oxygen 
permeability and optical microscopy. 

30 

The oxygen barrier of the fihn was then determined by ASTM test 
method D-3985 at 30°C and 50% relative humidity with a pure oxygen gas 
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permeant and a nitrogen gas carrier on a Mocon 2/20 oxygen permeability tester 
to be 0.13 cc mil/100 in^-24hr.-atm. The haze ofthe middle layer was 11.1%. 
The haze was determined by ASTM test method D-1003. The middle layer was 
also subjected to optical microscopy and relatively fewer voids were observed 
as compared to the fihn of Comparative Example 2 (See Figures 2 and 3.) 

Comparative Examp le 2 

In this example, instead of using super clean or purified S-PGW-ODA 
clay, the clay was prepared via regular process (Figure 1) and is designated as 
only, type PGW-ODA. The procedure of Example 3 ofthe invention was 
essentially repeated. MXD6 6007, poly(/w-xylylene adipamide) with L V. of 
about 1.1 dL/g was purchased from Mitsubishi Chemical. The regular non- 
purified PGW-ODA organo-montmorillonite clay was provided by Nanocor, 
Inc. of Arlington Heights, IL. This clay was produced by using a conventional 
process. Standard PGW-ODA was prepared by using purified Na- 
montmorillonite clay (Nanocor, Inc., Arlington Heights, IL). Protonated 
octadecyl ammonium (ODA) up to excess of 25% ofthe PGW clay was used to 
exchange the inorganic Na^ or Ca^"^ cations. The modified montmorillonite clay 
was washed extensively until fi-ee of non-exchanged surfactant, and then dried 
and milled. The tether on the clay is octadecyl ammonium. 1 00% ofthe PGW 
was utilized. 

D(ND), a low molecular weight /w-xylyladipamide polyamide was 
purchased fi*om Polymer Chemistry Innovations. This material was analyzed by 
titration ofthe amine and carboxylate end groups to possess a number average 
molecular weight of about 3,000, and was determined to have an I.V. of about 
0.41 dL/g. 4734.6 grams of this oHgomeric poly(m-xylyladipoyl diamine) was 
dry mixed with 1265.38 grams of PGW-ODA organo-montmorillonite clay 
from Nanocor, Inc. Prior to dry mixing, the individual components were dried 
at 80°C under vacuum for 24 hours. The mixture was then extruded on the 
Leistritz Micro 18 co-rotating twin screw extruder equipped with a general 
compounding screw. The AccuRate pellet feeder was set at a rate of 
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approximately 2 kg/hr with a nitrogen atmosphere over both the feeder and the 
hopper. The barrel and die temperatures were set at 240°C and the screw RPM 
at approximately 200. 

After the extrusion was complete, 1666.7 grams of the extrudate pellets 
are dry-mixed with 8333.3 grams of MXD6 6007 polyamide. The mixture was 
then extruded on the Wemer-Pfleider 30mm twin screw extruder at a processing 
temperature of 260°C and a screw RPM of 300 at a feed rate of about 30 Ib/hr. 
The final material was analyzed for ash content and it was determined to be 
2.41%. 

The resulting nanocomposite material, designated as 
MXD6/D(ND)/PGW-ODA 2.41%, was used as the middle layer of co-injected 
trilayer preforms. The ash content of the resulting nanocomposite was 2.41%. 
The inner and outer layers of the trilayer preform were made from Eastman's 
amber colored PET 20261, having about 0.80 dL/g I.V. The nominal thickness 
of the middle layer was about 8 % of the total thickness. The preforms were 
stretch blow molded on Sidel SBO 2/3 machine into 16 oz. bottles. The bottle 
sidewall was cut and the middle layer containing the nanocomposite material 
was peeled fi-om the three-layer configuration, and analyzed for haze, oxygen 
permeability and optical microscopy. 

The oxygen barrier of the film was then determined by ASTM test 
method D-3985 at 30°C and 50%> relative humidity with a pure oxygen gas 
permeant and a nitrogen gas carrier on a Mocon 2/20 oxygen permeability tester 
to be 0.15 cc mil/100 in^-24hr.-atm. The haze of the middle layer was 15.8%. 
The haze was determined by ASTM test method D-1003. The middle layer was 
also subjected to optical microscopy (see Figure 3) and relatively more voids 
were observed as compared to the film of Example 3 (See Figures 2 and 3). 

The resulting nanocomposite material was also extruded into tri-l- 
films with Eastman's PET (of Eastman Chemical Company, Kingspc 
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outside layers. The thickness of the nanocomposite is about 10 percent. Optical 
micrographs were taken on the tri-layer films up to 400X magnification. Dark 
particles were observed (Figure 4A, and 4B), Then, the tri-layer film was 
biaxially stretched 4x4 at about 100°C in a T,M, Long instrument. Micrographs 
5 were taken at the same location close to the dark particles. The dark particles 
either disintegrated, as shown in Figure 5 A, or remained unchanged, as shown 
in Figure 5B. In both cases, there are significant hollow rings associated with 
the particles. 

1 0 Throughout this application, various publications are referenced. The 

disclosures of these publications in their entireties are hereby incorporated by 
reference into this apphcation in order to more fiiUy describe the state of the art 
to which this invention pertains. 

1 5 It will be apparent to those skilled in the art that various modifications 

and variations can be made in the present invention without departing from the 
scope or spirit of the invention. Other embodiments of the invention will be 
apparent to those skilled in the art from consideration of the specification and 
practice of the invention disclosed herein. It is intended that the specification 

20 and examples be considered as exemplary only, with a true scope and spirit of 
the invention being indicated by the following claims. 
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What is claimed is: 

1 . A polymer-clay nanocomposite comprising: 

(i) a melt-processible matrix polymer, and incorporated therein 

(ii) a layered clay material having less than about 2.0 % by weight of 
quartz, based on the weight of the clay material. 

2. The nanocomposite of claim 1 , wherein the melt-processible matrix 
polymer comprises a polyester, polyetherester, polyamide, 
polyesteramide, polyurethane, polyimide, polyetherimide, polyurea, 
polyamideimide, polyphenyleneoxide, phenoxy resin, epoxy resin, 
polyolefm, polyacrylate, polystyrene, polyethylene-co-vinyl alcohol, or 
a copolymer thereof, or a mixture thereof 

3. The nanocomposite of claim 1 , wherein the melt-processible matrix 
polymer comprises a partially aromatic polyamide, aliphatic polyamide, 
wholly aromatic polyamide or a mixtxure thereof 

1. The nanocomposite of claim 1, wherein the melt-processible matrix 

polymer comprises poly(/K-xylylene adipamide) or a copolymer thereof, 
isophthalic acid-modified poly(w?-xylylene adipamide), nylon-6, nylon- 
6,6, or a copolymer thereof, EVOH or a mixture thereof 

). The nanocomposite of claim 1, comprising greater than zero to about 25 
weight percent of the clay material. 

>. The nanocomposite of claim 1, comprising from about 0.5 to about 15 
weight percent of the clay material. 

The nanocomposite of claim 1, wherein the clay material comprises 
montmorillonite, hectorite, mica, vermiculite, bentonite, nontronite, 
beidellite, volkonskoite, saponite, magadite, kenyaite, or a mixture 
thereof. 
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The nanocomposite of claim 1, wherein the clay material comprises 
sodium montmorillonite or sodium bentonite. 

The nanocomposite of claim 1, wherein at least about 50 percent of the 
clay material is dispersed in the form of individual platelet particles and 
tactoids in the matrix polymer and the individual platelet particles have a 
thickness of less than about 2 nm and a diameter of from about 10 to 
about 3000 nm. 

The nanocomposite of claim 1, wherein the clay material has less than 
about 1.0 % by weight of quartz particles. 

The nanocomposite of claim 1, wherein the clay material is treated with 
an organic cation. 

The nanocomposite of claim 11, wherein the organic cation is derived 
from ammonixim salt compound. 

The nanocomposite of claim 1, wherein the melt-processible matrix 
polymer comprises poly(w-xylylene adipamide) or a copolymer thereof, 
and the clay material comprises sodium montmorillonite or sodium 
bentonite. 

An article prepared from the nanocomposite of claim 1. 

The article of claim 14 in the form of film, sheet, pipe, an extruded 
article, a molded article, a molded container or bottle. 

The article of claim 14, having a gas permeability which is at least about 
10 percent lower than that of an article formed from a clay-free polymer. 

The article of claim 14, having a haze which is at least about 4 percent 
lower than that of an article formed from a nanocomposite having 
unpurified clay therein. 

An article having a plurality of layers wherein at least one layer is 
formed from the nanocomposite of claim 1. 
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The article of claim 18, wherein the nanocomposite is disposed between 
two other layers. 

A multi-layer article having low haze comprising: 

(a) at least two structural polymer layers comprising poly(ethylene 
terephthalate), or a copolymer thereof; and 

(b) a barrier layer disposed between the at least two structural layers 
comprising a melt-processible matrix polyamide and a layered clay 
material having less than about 2.0 % by weight of quartz, based on the 
weight of the clay material, wherein the clay material is incorporated in 
the matrix polyamide. 

The article of claim 20, wherein the melt-processible matrix polyamide 
comprises poly(m-xylylene adipamide) or a copolymer thereof, and the 
clay material comprises sodium montmorillonite or sodium bentonite. 

A process for preparing a polymer-clay nanocomposite comprising the 
steps of: 

(i) forming a concentrate comprising an oligomeric resin and a 
layered clay material having less than about 2.0 % by weight of 
quartz, based on the weight of the clay material, and 

(ii) melt mixing the concentrate with a melt-processible matrix 
polymer to form a polymer-clay nanocomposite. 

The process of claim 22, wherein steps (i) and (ii) are conducted by a 
batch mixing or a melt compounding extrusion process. 

The process of claim 22, wherein the oHgomeric resin and the melt- 
processible matrix polymer have the same monomer unit. 

A nanocomposite material produced by the process of claim 22, 
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An article prepared from the nanocomposite material of claim 25. 

The article of claim 26 in the form of fihn, sheet, fiber, an extruded 
article, a molded article, or a molded container or bottle. 

The article of claim 26 having a gas permeability that is at least about 10 
percent lower than that of unmodified polymer. 

The article of claim 26, having a haze which is at least about 4 percent 
lower than that of an article formed from a nanocomposite having 
unpurified clay therein. 

A process for reducing haze in an article having a nanocomposite 
material comprising: 

(i) preparing a polymer-clay nanocomposite material comprising the 
step of mixing a melt-processible matrix polymer and a layered 
clay material having less than about 2.0 % by weight of quartz, 
based on the weight of the clay material, to form a polymer-clay 
nanocomposite material; and 

(ii) molding an article from the nanocomposite material, wherein the 
article has a haze which is at least about 4 percent lower than that 
of an article formed from a nanocomposite having unpurified 
clay therein. 
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ABSTRACT 

The invention is directed to a polymer-clay nanocomposite material 
comprising a melt-processible matrix polymer and a layered clay material 
having low quartz content. This invention is also directed to a process for 
preparing polymer-clay nanocomposites, and articles or products produced from 
nanocomposite materials. 
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Figure f. Optical photograph of middle layer of bottle sidewall of Example^* 
(Haze=ll.l%) (magnification lOOX) 
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Figure I. Optical photograph of middle layer of bottle sidewall of comparative 
Example } (Haze=15.8%) (magnification lOOX) 
(3> 




Figure 5B Optical photognqjh of middle layer of ttilayer film after 4X4 biaxially 
strrtching in Comparative Exanqjlet (the same location as in Figure 4B)- (magnification 
400X) ^ 



